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© Anorganlsche Faser. 

© Die Erfindung betrifft anorganische Fasem, das 
Verfahren zu ihrer Hersteilung und ihre Verwendung. 

Gemafl der Erfindung werden anorganische Fa- 
sem bereitgestetlt. welche bet einer kur2en Kontakt- 
zeit mit Wasser Oder einer physiologischen KQrper- 
flussigkeit ihren Faserhabitus verlieren. so dafl eine 
Gesundheitsgefahrdung durcfi langeres Verbleiben 
solcher Fasern in oder auf einem menschlichen Ge- 
webe nicht zu erwarten ist. 

Die erfindungsgemaBen Fasem zeichnen sich 
dadurch aus, daB sie zu wenigstens 90 Gew.-% aus 
20 - 50 Gew.-% CaO und 50 - 80 Gew.-% AI 2 Ch und 
einem Rest von maximal 10 Gew.-% ublicher verun- 
reinigender Oxide bestehen. 
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Die Erfindung betrifft anorganische Fasern. 

Keramische Fasern des Standes der Technik 
aus dem System Al 2 0 3 -Si02 mit 40 - 75 Gew.-% 
AI2O3 mit nicht mehr als 2 Gew.-% Alkali- und 
Erdalkalioxid sind rdntgenamorph. und vorbekannte 
Fasern mit 80 - 95 Gew.-% Al 2 0 3 . Rest SiO?. sind 
kristailin. Solche Fasern werden zur Warmeisola- 
tion bei erhb hten Temperaturen in Form von Mat- 
ten und faserhaltigen Formkorpern. sowie zur Her- 
stellung von verstarkten keramischen oder metalli- 
schen Formkorpern verwendet. Die vorbekannten 
keramischen Fasern haben eine hohe Bestandig- 
keit gegen Wasser, d.h. sie losen sich in Wasser 
Oder in physiologischen Ldsungen nicht Oder nur 
nach sehr langer Zeit. Bei Temperaturanwendung 
kristailieren die Fasern aus oder zeigen im Fall der 
bei Anlieferung bereits kristallinen Fasern ein weite- 
res Kristailwachstum. Der Habitus der Faser, cha- 
rakterisiert durch das Langen-Durchmesser-Ver- 
haltnis, bleibt in alien Fallen erhalten. Dazu kommt. 
daB in der Anlieferung rdntgenamorphe Fasern auf 
Grund ihres hohen Anteils an S1O2 bei Temperatur- 
anwendung Cristobalit bilden, der Silikose verur- 
sacht. 

Ferner besteht die Vermutung, daB keramische 
Fasern krebsausldgend sein konnten. wofur als we- 
sentlicher Grund ihre Bestandigkeit gegen Id sung 
in Wasser bzw. in KdrperflUssigkeit gesehen wird. 
Sie bleiben als feinfaserige Fremdkdrper ahniich 
wie Asbestfasem im Kdrper erhalten und konnten 
zu Reizungen fuhren. Aus "Keramik und Glas". 
Mitteilungen der Benjfsgenossenschaft der Kerami- 
schen und Glas-lndustrie. MSrz 1992, Nr.1. S. 30 - 
41 , insbesondere Seite 38 • 40, sind Werte fUr die 
sogenannte "Netzwerkaufldsegeschwindigkeit" und 
die Verweildauer von verschiedenen Fasern in 
Flussigkeit bekannt. 

Bei anorganischen Fasem auf der Basis von im 
wesentlichen SiOz, AfeOi und Erdaikalioxiden wird 
nach der EP 0 459 897 A1 durch den Zusatz von 
P2O5 eine modifizierte Faser erhalten. die sich in 
Beruhrung mit einem physiologischen Milieu zer- 
setzen soil. Die Fasem .haben einen wesentlichen 
Anteil an SiOj und kdnnen bis etwa 700 'C einge- 
setzt werden. 

Aufgabe der Erfindung ist eine anorganische 
Faser und deren Herstellung. die moglichst SK>2- 
frei ist, sich in ihren thermischen und mechani- 
schen Eigenschaften nicht wesentlich von den Fa- 
sern aus dem System AfeOs-SiCfc unterscheidet. 
aber in Anwesenheit von Wasser oder Kdrperflus- 
sigkeiten, z.B. auf der Haut oder nach dem Einat- 
men in di Lung . schnell zerfSlIt und ihr Faser- 
struktur vollstfndig v rtiert so daB sie aufgrund 
ihres Habitus als Faser keine gesundheitsschadli- 
che Wirkungen austiben kann. 

Zur Ldsung der Aufgabe dient die anorgani- 
sche Faser. welche dadurch gekennzeichnet ist. 



dafl sie zu wenigstens 90 % aus 20 • 50 Gew.-% 
CaO und 50 - 80 Gew.-% AI2Q) und einem Rest 
von maximal 10 Gew.-% ublicher verunremigenaer 
Oxide besteht. Die anorganische Faser mit erhoh- 

5 tern Gehalt an Caiciumoxid ist nach CEN (Comite 
Europeen de Normalisation) Dokument CEN/TC 
187WG3/N27. Januar 1992. nicht als keramische 
Faser zu bezeichnen. da diese weniger als 2 Gew- 
% Alkali- und Erdalkalioxide enthalten. 

10 Die Erfindung betnfft weiter die Herstellung und 

die Verwendung der erfindungsgemaBen Fasern. 

Der Zusammensetzung der Fasern zu wenig- 
stens 90 % aus 20 - 50 Gew.-% CaO und 50 - 80 
Gew.-% AbOs liegt im wesentlichen das System 

is CaO-AkOs zugrunde. Die Zusammensetzung der 
Fasern ist so gewahlt, daB sie den Calcium-Alumi- 
natzementen entspricht. 

Bei der Herstellung der erfindungsgemaBen 
Fasern kdnnen die ubtichen Ausgangs^ioire wie bei 

20 der Herstellung von Caicium-Aluminatzement n 
verwendet werden. Femer kdnnen ubliche, in gerin- 
ger Menge zuzusetzende Hilfsstoffe. z.B. Gips 
(CaSO* • 2 H2O) oder Anhydrid (CaSOO einge- 
setzt werden. 

25 Ubliche oxidische Verunreinigungen in sotchen 
Calcium-Alumtnatzementen sind MgO. HO2, Eisen- 
oxid und Si03. die daher auch in den erfindungsge- 
maBen Fasem vortiegen kdnnen. Ihre Gesamtmen- 
ge sollte jedoch maximal 10 Gew.-%, bezogen auf 

30 die Gesamtzusammenstezung der Fasem, und ins- 
besondere 5 Gew.-% nicht ubersteigen. insb son- 
dere soil der Gehalt an SiO? den Wert von 1.5 
Gew.-%, bevorzugt 0.8 Gew.-%. nicht ubersteigen. 
Die Fasem kdnnen nach den bekannten Me- 

35 thoden zur Herstellung von mineralischen Fasern 
hergestellt werden. z.B. durch Verblasen oder 
Schieuderverfahren. 

Die aus der dunnflOssigen Schmelze d r Aus- 
gangsstoffe. insbesondere durch Verblasen. er- 

40 zeugten Fasem gemafl der Erfindung sind w itge- 
hend rdntgenamorph. sie hydratisieren und zerfal- 
ten bei Kontakt mit Wasser unter Veriust ihrer 
Fasergestait 

Die erfindungsgemaBen Fasem haben ubliche 

45 Abmessungen, vorzugsweise einen Durchm sser 
von 1 bis 5 urn und einen mittleren Durchmesser 
von 3 am. sowie eine Lange von > 20 urn. B vor- 
zugt betragt der maximale Durchmesser 10 urn. 
Es zeigt sich in (Jberraschender Weise. daB 

50 derartige Fasem in Wasser bereits nach wenigen 
Tagen hydratisieren und beginnen. ihre Faserform 
zu veriieren. 

Di anorganische Faser gemSB der Erfindung 
zersetzt sich fortschreitend in Gegenwart von Was- 

55 s r brw. KdrperflOssigkeit durch Hydratation und 
verliert die Faserstruktur mit zunehmender Hydrata- 
tion und ist somit auf Grund ihres Habitus als Faser 
nach relativ kurzer Zeitspanne eines Wasserkontak- 
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tes nicht m hr gesundheitsgefahrlich. Dies ist vor- 
teiihaft so won I bet der Anlieferung und Veraroei- 
tung Oder dem Einbau der Fasern bei hieraus be- 
stehenden Formteilen ats auch beim Ausbruch von 
Faserzustellungen, insbesondere in Industrteofen, 
und bei der Oeponie emes sctchen Abbruchmaten- 
als. Wird z.B. eine Ofenpartie aus einem anorgani- 
schen Faserprodukt gemafl der Erfindung beim 
Ausbruch mit Wasser abgespntzt, so hydratisieren 
die Fasern und nach einigen Tagen kdnnen sie als 
formiose, faserfreie Masse entfernt werden. Diese 
Masse kann wie ein tonerdereicher Ausbruch ent- 
sorgt und recycled werden. 

Auch bei einem Einatmen von Fasern zerfallen 
diese innerhalb langstens weniger Tage. so daJ3 
keine Silikosegefahrdung zu befurchten ist. 

Die anorganischen Fasern gemaS der Erfin- 
dung, die im Kontakt mit Wasser ihre Faserform 
verlieren, stelten daher gegenuber den bisher be- 
kannten keramischen Fasern ein wenigei gesund- 
heitsschadliches Produkt dar. 

Die anorganische Faser, deren Herstellung und 
Verwendung wird durch die folgenden 8eispiele 
und unter Bezugnahme auf die in der Zeichnung 
dargestetlten Mikrofotografien naher erlautert 

Seispiel 1 

Eine Mischung aus 50 Gew.-% Tonerde und 50 
Gew.-% calciniertem Kalk wurde zu Pellets ver- 
preBt Die Pellets wurden in einem Ofen bei 
1 650*C geschmolzen, und die Schmelze wurde 
mit PreSluft verblasen. 

Oabei wurden Fasern mit einem Ourchmesser 
von bis zu 8 urn und einem mittteren Faserdurch- 
messer von 3 urn erhalten. Diese Fasern zeigten 
bei der Lagerung in Wasser bereits nach 4 Stun- 
den eine beginnende Hydratation und nach 2 Ta- 
gen waren die Fasem weitgehendst zerf alien. An 
der getrockneten Probe der 2 Tage in Wasser 
gelagerten Fasem konnten bei der Untersuchung 
im Rasterelektronenmikroskop (REM) keine Fasern 
mehr nachgewiesen werden. 

Die Fig. 1 zeigt eine Fotografie der REM-Auf- 
nahme von Fasern nach ihrer Herstellung bet einer 
VergrdSeruug von x 2100. 

In der Fig. 2 ist eine REM-Aufnahme von 2 
Tage in Wasser aufbewahrten Fasern bei einer 
Vergroflerung von x 2000 gezeigt. 

Aus dem Vergleich dieser beiden Fotografien 
ist eindeutig ersichtlich, dafl die Fasern nach der 
Lagerung in Wasser wahrend 2 Tagen ihre Faser- 
struktur bzw. ihren Faserhabitus fast vollstandig 
vertoren hatten. 



Beisoiel 2 

Fasern einer anderen Ausgangsmiscnung mit 
63 Gew.-% Tonerde. 30 Gew.-% caicimertem Kalk. 

5 5 Gew.-% Calciumsulfat und 2 Gew.-% verunreim- 
genden Oxiden (Fe^Oa. MgO, Si0 2 ) fuhrten zu 
einem ahnlichen Ergebnis wie die zuvor beschrte- 
benen Fasern der Mischung mit 50 Gew.-% Toner- 
de und 50 Gew.-% calciniertem Kalk. Bei der Her- 

io' - stellung wurde die Ausgangsmischung wte im B i- 
spiei 1 bei 1650*C aufgeschmolzen und zu Fasern 
verblasen. 

Beispiel 3 

15 

Nach in an sich bekannter Weise wurden die 
Fasern nach Beispiel 2 in Wasser suspendiert und 
nach Zugabe von Starke als temporarem Bindemit- 
tel nach dem Vakuumsaugverfahren zu Fas rkor- 

20 pern geformt. Die erhaltenen Formkorper zeigten 
ahnliche Eigenschaften wie die der bekannten Fa- 
serform kor per auf der Grundlage der keramischen 
Fasern des Systems AbOj-SiO^. Die Fasern waren 
weitgehend in ihren Abmessungen in dem herge- 

25 stellten Formkorper unverandert. Ein durch Bren- 
nen bei 1000'C vorbehandelter Faserkdrper wurde 
in Wasser gelagert. Nach 2 Tagen war der Faser- 
korper zu einer formlosen Masse zerfallen, in der 
kaum Fasem mehr nachgewiesen werden konnten. 

30 Aus den erfindungsgemaQen Fasern konnen 
durch Vemadeln in an sich bekannter Weise auch 
sogenannte Faserblankets hergestellt werden. 

Beispiel 4 

35 

Dieses Beispiel zeigt eine vorteilhafte Verwen- 
dung der erfindungsgemaden Fasem zur Herstel- 
lung von sogenannten feuerfesten Leichtformkor- 
pem in Form von sogenannten Faser bau kor pern. 

40 Fasem gem38 der Erfindung, hergestellt aus 
der Mischung mit 50 Gew.-% Tonerde und 50 
Gew.-% calciniertem Kalk. geschmolzen und ver- 
blasen bei 1650*C, wurden zur Herstellung von 
Faserbaukdrpem verwendet. Aus 70 Gew.-% Fa- 

45 sem und 30 Gew.-% Wasser wurde eine Formmas- 
se hergesteirt, die bei einem PreGdruck von 1 N/m 2 
zu Formkorper (Platten) verdichtet wurde. Die 
Formkdrper wurden bei 25 'C, 100 % Luftfeuchtig- 
kett, iiber 24 Stunden gelagert. wobei die Fasern 

so weitgehend hydratisierten und hierdurch eine hy- 
draulische Abbindung erfolgte. Es wurde so eine 
Leichtbauplatte ertiaiten, in der die Fasern weitge- 
hend zerfallen waren, die aber eine hohe Porositat 
bei gl ichzeitiger hoh r mechanischer Festigkeit 

55 und ausg zeichneten Feuerfesteigenschaften auf- 
wies. Beim anschlieSenden Brand bei 1000*C er- 
wiesen sich die Formkdrper als formbestandig.Die 
Untersuchung im Rasterelektronenmikroskop konn- 
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te nur noch wemge Faserreste nachweisen. 

Aus anorganischen Fasern (Durchmesser < 10 
urn; mittlerer Faserdurchmesser 3 um> gemafl der 
Erfindung und Wasser hergestellte und zu Form- 
korpern verformte Massen verfestigen bereits nach s 
etwa einem Tag. Nach der Verfestigung und Trock- 
nung weisen die Formkdrper trotz der makrosko- 
pisch vertorengegangenen Faserstruktur eine aus- 
gezeichnete Festigkeit und hohe Warmedammung 
auf. w 



8. Verwendung der Faser nach Anspruch 1 zur 
Herstellung von Dichtungen und Fugenfullun- 
gen oei keramischen Formkorpern. 

9. Verwendung der Faser nach Anspruch 1 zur 
Verstarkung ' von keramischen Oder metalti- 
schen Formkorpern. 



Patentanspriiche 



Anorganische Faser. 

dadurch gekennzeichnet. 1$ 
dafl die Faser zu wenigstens 90 % aus 20 - 50 
Gew.-% CaO und 50 • 80 Gew.*% Al 2 0a und 
einem Rest von maximal 10 Gew.-% ubltcher 
verunreinigender Oxide besteht. 



Anorganische Faser nach Anspruch 1 , 
dadurch gekennzeichnet. 
dafl die Maximalmenge der ublichen verunrei- 
nigenden Oxide maximal 5 Gew.-% betragt. 

Anorganische Faser nach Anspruch 1 , 
dadurch gekennzeichnet, 
dafl die Faser zu wenigstens 60 % rontgena- 
morph ist. 



20 



25 



30 



Anorganische Faser nach Anspruch 1 , 

dadurch gekennzeichnet, 

daB bis zu 1.5 Gew.-% SiO*. bezogen auf die 

Gesamtzusammensetzung der Faser, enthaiten 

sind. as 



5. Anorganische Faser nach Anspruch 1 , 
dadurch gekennzeichnet 
daB die Faser einen maximalen Faserdurch- 
messer von 10 urn hat *o 



6. Verfahren zur Herstellung der Faser nach An- 
spruch 1 durch Schmelzen einer oxidischen 
Zusammensetzung und Verarbeitung zu Fa- 
sem in bekannter Wetse, 45 
dadurch gekennzeichnet, 
daB eine Mischung aus Tonerde und calcinier- 
tem Kalk mit einer sotchen Zusammensetzung 
eingesetzt wird, daB die Faser zu wenigstens 
90 % aus 20 - 50 Gew.-% CaO und 50 • 80 so 
Gew.-% AI3O3 und einem Rest von maximal 10 
Gew.-% ubltcher verunreinigender Oxide be- 
steht 



7. Verwendung der Faser nach Anspruch 1 zur 55 
Herstellung von warmeisolierenden Fasermat- 
ten. Faserformkdrpem oder Faserbaukdrpem. 
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Description 
The invention relates to inorganic fibres. 



Ceramic fibres in accordance with the prior art from the 
Al 2 0 3 -SiO 2 system with 40-75 wt.% Al^ with no more than 
2 wt.% alkaline and alkaline earth oxides are aaorphous 
under X-rays and known fibres with 80.-95 wt.% Al 0 , 
residue Si0 2 , are crystalline, such fibres are used for 
thermal insulation at elevated temperatures in the form 
of mats and fibre-containing shaped bodies and for the 
manufacture of reinforced ceramic or metallic shaped 
bodies. The known ceramic fibres have a high resistance 
to water, that is to say they do not dissolve in water or 
in physiological solutions or only after a very long 
time. When used at high temperature the fibres 
crystallise out or exhibit further crystal growth in the 
case of fibres which are already crystalline when 
delivered. The physical structure of the fibre, 
characterised by the length-diameter ratio, is retained 
in all cases. An additional factor is that, when 
supplied, fibres which are amorphous under X-rays fora 
cristobalite when used at high temperature, which causes 
silicosis, due to their high content of Si0 2 . 

There is further the presumption that ceramic fibres 
could cause cancer and their resistance to dissolving in 
water or in bodily fluid is seen as an important reascn 
for this. They remain within the body as fine fibrous 
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foreign bodies, similar to asbestos fibres, and could 
result in irritation. Values for the so-called "network 
dissolving speed* and the residence period of different 
fibres in liquid are known from "Ceramic and Glass", 
Reports of the Trade Association of the Ceramic and Glass 
Industry, March 1992, No.l, p. 30-41, particularly pages 
38-40. 

In the case of inorganic .fibres on* the basis 
substantially of Sio 2 , A1 2 0 3 and alkaline earth oxides, a 
modified fibre is produced, which is supposed to 
decompose in contact with a physiological medium, by the 
addition of P 2 0 5 in EP 04598-9? Al. The fibres have a 
substantial proportion of Si0 2 and can be used up to about 
700 # C. 

The object of the invention is an inorganic fibre and the 
manufacture thereof which is as free as possible of Si0 2 , 
does not differ substantially from the fibres of the 
Al 2 0 3 -Si0 2 system in its thermal and mechanical properties 
but which rapidly decomposes in the presence of water or 
bodily fluids, e.g. on the skin or after being breathed 
into the lungs, and completely loses its fibre structure 
so that it cannot exert any health-threatening effects by 
reason of its physical construction as a fibre* 

The object is solved by the inorganic fibre which is 
characterised in that it consists to at least 90% of 20- 
50 wt.% CaO and 50-80 wt.% Al 2 0 3 and a remainder of at 
most 10 wt.%" of conventional contaminant oxides. The 
inorganic fibre with an increased content of calcium 
oxide is, in accordance with CEN (Coraite Europeen de 
normalisation) Document CEN/TC 187/WG3/N27, January 1992, 
not be designated as a ceramic fibre since these contain 



i 



: A7cNThE' 



"E 012 



3 

less than 2 wt.% alkaline and alkaline earth oxides. 

The invention further relates to the manufacture and the 
use of the fibres in accordance with the present 
5 invention. 

The Ca0-Al ? 0 3 system is substantially the basis of the 
composition of the fibres of at least 90% of 20*50 vt.% 
CaO and 50-80 vt.% Al 2 0 3 . The composition of the fibres 
10 is so selected that it corresponds to the calcium- 
aluminate cements. 

In the manufacture of the fibres . in accordance with the 
invention the conventional starting materials used in the 
15 manufacture of calcium-aluminate cements can be used. 

Conventional additives which are to be added in . small 
amounts , e.g. gypsum (caS0 4 * 2H 2 0} or anhydride (CaSOJ can 
also be added. 

20 Conventional oxide contaminants in such calcium-aluminate 
cements are MgO, Ti0 2 , iron oxide and Si0 2 , which can thus 
also be present in the fibres iri accordance with the 
invention. Their total amount should, however, not 
exceed at most 10 wt.% with respect to the total 

25 composition of the fibres, and in particular 5 wt.%. In 

particular, the content of Si0 2 should not exceed the 
value of 1.5 wt.%, preferably 0.8 wt.%* 

The fibres can be manufactured by the known methods for 
3 0 manufacturing mineral fibres, e.g. by blowing or spinning 

methods . 

The fibres in accordance with the invention produced, 
particularly by blowing, from the highly fluid melt of 
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the starting materials are substantially amorphous under 
X-rays; they hydrate and decompose on contact with water 
whilst losing their fibre construction. 

5 The fibres in accordance with the invention have 
conventional dimensions , preferably a diameter of 1-5 m» 
and a mean diameter of 3 Mm, and a length of > 20 ^m. 
The maximum diameter is preferably 10 Mm* 

10 It is found surprisingly that such fibres hydrate and 
begin to lose their fibre shape in water after only a few 
days . 

The inorganic fibre in accordance with the invention 
15 decomposes progressively in the presence of water or 
bodily fluid by hydration and loses the fibre structure 
with increasing hydration and is thus no longer a health 
risk due to its physical construction as a fibre after a 
relatively short period of contact with water. This is 
20 advantageous not only in the supply and processing or the 
inclusion of the fibres in shaped members made therefrom 
but also when breaking out fibrous linings,, particularly 
in industrial furnaces , and in the disposal of such 
broken out material. If, for instance, part of a furnace 

2 5 comprising an inorganic fibre product in accordance with 

the invention is sprayed with water in the breaking out 
process, the fibres hydrate and can be removed after a 
few days as a shapeless, fibre-free. mass. This mass can 
be disposed of like highly aluminous broken out material 

3 0 and recycled. 

Furthermore, when fibres are br athed in they decompose 
within a few days at most so that no danger of silicosis 
is to be feared. 
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The inorganic fibres in accordance with the invention, 
which lose their fibre shape in contact with water, thus 
represent a product which is less injurious to health 
than the previously known ceramic fibres. 

5 

The inorganic fibres, their manufacture and use will be 
explained in more detail in the following examples and 
with reference to the photomicrographs shown in the 

drawings . 

10 

Example 1 

A mixture of 50 wt.% alumina and 50 wt.% calcined lime 
was pressed into pellets. The pellets were melted in a 
furnace at 1650 # C and the melt was blown with compressed 

IS air. Fibres with a diameter of up to 8 im and a mean 
fibre diameter of 3 ^m were produced. Biese fibres 
exhibited the beginning of hydration when stored in yater 
after only four hours and after two days the fibres had 
decomposed almost completely. On examination in a 

20 scanning electron microscope (SEM) no fibres could be 

detected in the dried sample of the fibres stored in 
water for two days. 

Fig. 1 shows a photograph of the SEM view of fibres after 

2 5 their manufacture at an enlargement of x 2100. 

In Fig- 2 an SEM view of fibres stored for two days in 
water is shown at an enlargement of x 200. 

3 0 It is clearly apparent from the comparison of these two 

photographs that after being stored in water for two days 
the fibres had lost their fibre structure or their 
physical fibre construction almost completely. 
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Example 2 

Fibres from a different starting mixture with 63 wt.% 
alumina, 30 yt.% calcined lime, 5 wt.% calcium sulphate 
and 2 wt.% contaminant oxides (Fe^0 3r Mgo, Si0 2 ) produced 
a similar result as the fibres described above, from the 
mixture with 50 wt.% alumina and 50 wt#% A1 2 0 3 . In the 
manufacture the starting mixture was melted as in Example 
1 at 1650 *C and blown into fibres. 



Example 3 ....... ■ 

The fibres of Example 2 were suspended in water; in a 
manner known per se and after the addition : of starch as 
a temporary bonding agent were moulded into fibre bodies 
by the vacuum suction method « The moulded bodies which 
were produced exhibited similar properties to those of 
the known moulded fibre bodies based on ceramic fibres of 
the Al 2 0 3 -Si0 2 system. The dimensions of the fibres were 
substantially unaltered in the manufactured moulded body. 
A fibre body pretreated by firing at 1000 *C was stored in 
water* After two days the fibre body had decomposed into 
a shapeless mass in which scarcely any fibres could be 
detected. 

So-called fibre blankets can also be produced from the 
fibres in accordance with the invention by needling in a 
manner known per se. 

Example 4 

This example shows an advantageous use of the fibres in 
accordance with the invention for the production of so- 
called refractory lightweight bodies in the form of so- 
called fibrous construction bodies. 

Fibres in accordance with the invention, produced from 
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the mixture with 50 wt. % alumina and 50 wt* % calcined 
line, melted and blown at 1650 # C, ware used for th 
manufacture of fibrous construction bodies. A moulding 
composition, which was compressed at a pressure of lN/m a 
5 into moulded bodies (plates), was produced from 70 wt.% 
fibres and 30 wt.% water. The moulded bodies were stored 
for 24 hours at 25 100% air humidity, whereby the 
fibres substantially hydrated and a hydraulic bond thus 
occurred. A light construction plate, wasr thus produced 

10 in which the fibres had substantially decomposed but 
which had a high porosity and at the same time a high 
mechanical strength and excellent refractory properties, 
on subsequent firing at 1000 *C : the moulded bodies- proved 
to be shape stable. Examination in the scanning electron 

15 microscope could only detect a few fibre residues. 

Compositions produced from inorganic fibres (diameter < 
10 ; mean fibre diameter 3 tm) in accordance with the 
invention and water and shaped into moulded bodies harden 
20 after only about one day. After hardening and drying the 
moulded bodies exhibit an excellent strength and high 
thermal insulation despite the fact that the fibre 
structure has disappeared on a macroscopic scale. 



25 
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1. Inorganic fibre , characterised in that the fibre 
consists to at least 90% of 20-50 wt.% CaO and 50-80 wt.% 
A1 2 0 3 and a remainder of at most 10 wt.% of conventional 
contaminant oxides. 

2. Inorganic fibre as claimed in claim 1, characterised 
in that the maximum amount of the conventional 
contaminant oxides is at most 5 vt* .%■• 

3. Inorganic fibre as claimed in Claim 1, characterised 
in that the fibre is at least 60% amorphous under X-rays, 

4. inorganic fibre as claimed in claim. 1, characterised 
in that up to 1.5 wt.% Si0 2 with respect to the entire 
composition of the fibre is included. 

5. inorganic fibre as claimed in claim l f characterised 
in that the fibre has a maximum fibre diameter of 10 urn. 

6. Method of manufacturing the fibre as claimed in 
claim 1 by melting an oxidic composition and processing 
into fibres in a Jcnown manner, characterised in that a 
mixture of alumina and calcined lime is used with such a 
composition, that the fibre consists to at least 90% of 
20-50 wt.% CaO and 50-80 wt.% A1 2 0 3 and a remainder of at 
most 10 wt.% of conventional contaminant oxides. 

7. Use of the fibre as claimed in claim 1 for the 
manufacture of heat-insulating fibre mats, moulded fibre 
bodies or fibrous construction bodies. 



8. Use of the fibre as claimed in claim 1 for the 
manufacture of seals and joint fillers with ceramic 
moulded bodies. 

9. Use of the fibre as claimed in claim 1 for the 
reinforcement of ceramic or metallic. moulded bodies* 
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ABSTRACT 
Inorganic Fibre 

The invention relates to inorganic., oxidic fibres/ the 
method of manufacturing them and their use* 

In accordance with the invention, inorganic fibres are 
prepared which lose their physical fibre construction on 
a short contact time with water or a physiological body 
fluid so that no health risk is to be expected as a 
result of such fibres remaining for a relatively long 
time in or on human tissue. 

The fibres in accordance with the invention are 
characterised in that they consist to at least 90* of 20- 
50 wt.% cao and 50-80 vt.% Al^Oj and a remainder of at 
most 10 wt.% conventional contaminant oxides. 



